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DART AEROSPACE 
LTD 
Work Order: 
Z400~ 


Description: 
Lug Assembly 
Part Number: 
03414-041 


Dwg: 
03414 
Rev. A 
QtV: 
20 


Ref: 
Page 1 of 1 


Ste 
Location 
Procedure 
1 
DC 
Issue Traveler 


2 
PG 
Issue P/O:, m886S 
Email or Ship DXF file to vendor 
Laser Cut flat pattern per Owg D3414./F 
Possible Supplier: 
Industrial Laser 
Material 
release 
note is re 
uired 
3 
RG 
Receive and Inspect for transit damage 
Enure material 
release 
note is attached 
.:l\ 


4 
QC6 
Inspect dimensions 
as per template D2658T1 & Dwg D3414 
7../ 


5 
GA 
Deburr 


6 
GB 
Form using DT8254 as per Dwg D3414 


7 
QC5 
Inspect work to Step 6 
"2.-( 


8 
WS 
Weld using location Jig DT8484 as per Dwg D3414 
Pick: 
illY 
Part Number 
Description 
1 
D3414-3 
Lug 
AIR 
SS Rod 


9 
aC9/5 
Inspect weld and work to Step 8 


10 
FP 
Powder Coat Gloss White (Ref: 4.3.5.1) as per QSI 0054.3 


11 
aC3 
Inspect Powder Coat 
" 


12 
ST 
Identify and Stock 
lOL~ 10 
13 
AC 
Cost I part: 


14 
DC 
Close W/O 
Ins ect Level 21 
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Description of NC 
Corrective Action 
Section.S 
Verification 
Approval 
Approval 
DATE 
STEP 
Section 
A 
Initial 
Action Description 
Sign & 
Section 
C 
Design Mgr 
ac Inspector 
Design Mgr 
Design Mgr 
Date 
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Part No: 
_ 


NOTE: Date & initial all entries 


PAR#: 
_ 
Fault Category: 
NCR: 
Yes B 
DQA: e,> 


QA: NIC Closed: 
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Date~I/O~ 


Date: 
_ 


. 
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DART AEROSPACE USA, INC. 
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HADLOCK. 
WA 


REV. A 


SHEET 
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SCALE 


NTS 


TITLE 


DRAWING 
NO. 
D3414 


DRAWN 
BYCP 
CP 
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CHECKED 


DATE 
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o 


Copyright @ 2005 
by DART AEROSPACE USA. INC. 
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L 
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DART AEROSPACE USA, INC. 
PORT 
HADLOCK, 
WA 


DESIGN 
DRAWN BY 
CP 
CP 


CHECKEO 


DATE 
05.03.16 


D3414 


TITlE 


LUG 
ASSEMBLY 


REV. A 


SHEET 
2 
Of J 


SCALE: 


1:2 


J 
1. 19 
(TYP) 


I 
-- -- --r-- 
2.500 
(TYP) 


I 
I 
I 
1.27 
- 
(TYP)/~ 


---~ 
• 
/ 
RO.44 
(TYP) 


D3414-1/ElAT 
PATIERN 
// 
METRICAL ABOUT 
BOTH CENTRE-LINES 
(<t) 


0.718 
RO.500 
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(REF) L::: 
(REF) D" ---l 
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3,:30 VI ~I__ 
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'" 
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03414-1 
BEND.DETAIL 
D3414-1 
SHOULD 
BE 
BENT 
SO THAT IT IS WITHIN 
0.010 
OF THE" OUTSIDE 
PROFILE 
OF THE 
D2600-1 
EXTRUSION 
IN THE AREAS 
INDICATED 
'X' 
ABOVE. 


1) 
MATERIAL: AISI 
304/316 
SS 
SHEET 
0.100 
THICK 
(12 
GAUGE, 
REF DART SPEC. 
M304S12GA) 
2) 
FINISH: 
NONE 
3) 
BREAK 
ALL 
SHARP 
CORNERS 
0.010 
TO 0.020 
4) 
TOLERANCES 
ARE 
PER 
DART OSI 
018 
UNLESS 
OTHERWISE 
NOTED 
5) 
ALL 
DIMENSIONS 
ARE 
IN 
INCHES 
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DART AEROSPACE 
USA, INC. 
PORT 
HADLOCK, 
WA 
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DRAWN 
BY 
CP 
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CHECKE~ 


DATE 
03414 


TITLE 
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SHEET 
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SCALE 
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RO.65 
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R1.68 
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~0.51 0 


1.20 
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~ 
1) 
MATERIAL: AISI 
304/316 
SS 
PLATE 0.375 
THICK 
(REF 
DART SPEC. 
2) 
FINISH: 
NONE 
3) 
BREAK 
ALL 
SHARP 
CORNERS 
0.010 
TO 0.020 
4) 
PART IS SYMMETRIC ABOUT 
CENTERLINE 
5) 
TOLERANCES 
ARE 
PER 
DART OSI 018 
UNLESS 
OTHERWISE NOTED. 
6) 
ALL 
DIMENSIONS 
ARE IN 
INCHES 
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No 
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Order 
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Part 
Number 
Description 
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0024609 
D3414-041 
WK543 
Main 


D3414-041 
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Drawing name 
03414 REV.A. 
Revision 
. 
Material number 
0031, STAINLESS 
12GA, .105 
Last modified 
date 
11-14-2005 
Pr rammed 
b 
'm 


Comment. 
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dart 
Description 
. 
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Cutting distance = 24.4897 
Rapid distance 
= 14.3036 
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